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Please cancel claims 8, 9, 19-35, 37 and 39-46 without prejudice. 



Kindly amend claims 1 and 38 and add new claims 47-57 as follows: 



1. 



(Currently amended) A circuit-connecting material interposed between facing circuit 



electrodes -electrically connecting the electrodes in the pressing direction after curing by heat and 
pressure either by direct contact or via conductive particles present in the material, wherein: 
the circuit-connecting material comprises the following components (1) to (3): 

(1) a curing agent capable of generating free radicals upon heating; 

(2) a hydroxyl-group-containing resin having a molecular weight of 10,000 or more, wherein the 
hydroxyl-gronp-ront aining resin is at least nnp of polyvinyl bntyral^ polyvinyl formal, polyamide. 
polyester, phenol resin epoxy resin and phennxy resin ; and 

(3) a radical-polymerizable substance. 

2. (Original) The circuit-connecting material according to claim 1, wherein said curing 
agent capable of generating free radicals upon heating has a 10-hour half-life temperature of 40°C or above 
and a I -minute half-life temperature of 180°C or below. 



Jtfy (Previously presented) The circuit-connecting material according to claim 1, which 
contains conductive particles. 



3-35. (Canceled) 



3 



37. 



(Canceled) 
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J&fc. (Currently amended) The circuit-connecting material according to claim^Ji, which 
contains conductive particles. 

39-46. (Canceled) 



electrically connecting the electrodes in the pressing direction after curing by heat and pressure either 
by direct contact or via conductive particles present in the material, wherein: 

the circuit-connecting material comprises the following components (1) to (3): 

(1) a curing agent capable of generating free radicals upon heating, wherein said curing agent is a 
peroxyester; 

(2) a hydroxyl-group-containing resin having a molecular weight of 10,000 or more; and 

(3) a radical-polymerizable substance. 



*4 : Sf, (New) A circuit-connecting material interposed between facing circuit electrodes 
electrically connecting the electrodes in the pressing direction after curing by heat and pressure either 
by direct contact or via conductive particles present in the material, wherein: 

the circuit-connecting material comprises the following components (1) to (3): 

(1) a curing agent capable of generating free radicals upon heating; 

(2) a hydroxyl-group-containing resin having a molecular weight of 10,000 or more; and 

(3) a radical-polymerizable substance represented by the following chemical formula (a): 




(New) A circuit-connecting material interposed between facing circuit electrodes 
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n 



...(a) 



wherein n is an integer of 1 to 3. 

(New) The circuit-connecting material according to claim which contains conductive 

particles. 



electrically connecting the electrodes in the pressing direction after curing by heat and pressure either 
by direct contact or via conductive particles present in the material, wherein; 

the circuit-connecting material comprises the following components (1 ) to (3): 

(1) a curing agent capable of generating free radicals upon heating; 

(2) a phenoxy resin that is a hydroxyl-group-containing resin having a molecular weight of 10,000 
or more; and 

(3) a radical-polymerizable substance. 



(New) A circuit-connecting material interposed between facing circuit electrodes 
electrically connecting the electrodes in the pressing direction after curing by heat and pressure either 





particles. 
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by direct contact or via conductive particles present in the material, wherein: 

the circuit-connecting material comprises the following components (1) to (3): 

(1) a curing agent capable of generating free radicals upon heating; 

(2) a hydroxyl-group-containing resin having a molecular weight of 1 0,000 or more, wherein the 
hydroxyl-group-containing resin is a phenoxy resin modified with an carboxyl-group-containing 
elastomer; and 

(3) a radical-polymerizable substance. 

Jg. (New) The circuit-connecting material according to clairn^ which contains conductive 
particles. 

%£ (New) A circuit-connecting material interposed between facing circuit electrodes 
electrically connecting the electrodes in the pressing direction after curing by heat and pressure either 
by direct contact or via conductive particles present in the material, wherein: 

the circuit-connecting material comprises the following components (1) to (3): 

(1) a curing agent capable of generating free radicals upon heating; 

(2) a hydroxyl-group-containing resin having a molecular weight of 10,000 or more, wherein the 
hydroxyl-group-containing resin is a phenoxy resin modified with an epoxy-group-containing elastomer 
and 

(3) a radical-polymerizable substance. 

(> ,X - 

^ (New) The circuit-connecting material according to claim-^ which contains conductive 

particles. 
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Jf6. T (New) A circuit-connecting material interposed between facing circuit electrodes 
electrically connecting the electrodes in the pressing direction after curing by heat and pressure either 
by direct contact or via conductive particles present in the material, wherein: 

the circuit-connecting material comprises the following components (1) to (3): 

(1) a curing agent capable of generating free radicals upon heating; 

(2) a hydroxyl-group-containing resin having a molecular weight of 1 0,000 or more; and 

(3) a radical-polymerizable substance, and 

wherein the circuit-connecting material contains an acrylic rubber. 



yi; (New) The circuit-connecting material according to claim $6, which contains conductive 
particles. 





